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Introduction. The weld formation under the submerged-arce welding of bridge metal structures is investigated. The work 
objective is to study possibilities to increase the welding performance during the arc welding of fillet seams. 

Materials and Methods. Methods of computer analysis are used to optimize the technology. With their help, a 
physicomathematical model of fillet weld formation under the submerged-arc welding has been developed. It is based 
on a system of equations for thermal conductivity and equilibrium of the weld pool surface. In this system, the 
formation of an arc cavern is determined through the flux boiling isotherm under the action of the arc column radiation; 
heat transfer by the flux vapor inside the arc cavern and the influence of the spatial position on the formation of the 
weld pool are taken into account. 

Results. New mathematical relationships that describe physical phenomena under the submerged-arc welding of fillet 
welds are proposed. The key feature of the proposed model is in the fundamental difference between the submerged-arc 
welding and the gas-shielded arc welding, 1.e., during submerged-arc welding, the arc burns in a gas-vapor cavern that 
appears due to the melting and evaporation of flux. Numerical simulation of the temperature distribution during 
production of the fillet welds in 1F and 2F positions is carried out. The process constraints under the single-run welding 
of the fillet welds are specified. It was determined that the single-run submerged-arc welding of fillet welds in 1F 
position exhibits high-quality formation of welds for almost the entire range of metal sheet thicknesses. During 
production of fillet welds in 2F position, high-quality formation is provided only for sheet thicknesses up to 8 mm. At 
heavy thicknesses, the formation of the seam is disrupted due to the melt flow from the vertical wall. In this case, the 
leg length decreases; a typical undercut is formed; so the weld will be asymmetric and less strong. 

Discussion and Conclusions. Comparison of the numerical analysis results with actual data on welding modes under the 
production of bridge metal structures shows that the existing fillet welding technologies have already reached their 
maximum efficiency rate. Further productivity gain is possible by forming oversized legs only with multiare or 
multielectrode welding methods. 
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Introduction. Traditional methods of bridge construction provide for the enlarged assembly of bulk welded 
metal structures at the construction site [1]. Therefore, at the facility itself, welding work is carried out to a minimum. 
They are performed mainly at the factories of bridge metal structures [2], and most of them are associated with the 
welding of elongated seams. Of these, corner welds account for 40% to 70%. Fillet welding with small thickness is 
carried out without grooving. For thicknesses up to 50 mm, asymmetric and symmetrical grooves with an included 
angle of 45-60 ° are used. Fillet welds with a flat surface in cross section and smooth transitions to the base metal along 
the fusion zones without sagging and undercuts, gas cavities and slag inclusions are optimal. In addition, weld joints 
should have high ductility and impact toughness at low temperatures. Defects in the formation of seams are 
unacceptable. Sound reproduction of the maximum possible leg, when welding fillet seams, is the main capacity for 
increasing productivity [3]. 

To minimize defects and increase the productivity of welding processes for bridge metal structures, it is 
advisable to weld fillet seams with the largest possible leg size in one pass. Therefore, an urgent task is to increase the 
leg welded in one pass [4]. This can be achieved through the following: 
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— optimization of the parameters of welding processes, 

— using new sources of heating, 

— reduction of auxiliary time, 

— increasing the fusibility of the electrode wire. 

In our opinion, first of all, one should consider the possibility of a sound shop reproduction of the maximum 
possible leg using the traditional submerged-arc consumable-electrode welding technology. 

This work objective is to study the possibilities of increasing the productivity of the arc welding process of 
fillet welds with account of the characteristic properties of their formation. 

Materials and Methods. As noted in [5], in addition to the well-known parameters of the welding mode (arc 
current, welding speed), the performance of the submerged-arc welding process is influenced by the arc voltage and the 
diameter of the electrode wire. The spatial position during welding and the positioning of the electrode in the groove 
also affect significantly the formation of fillet welds [6]. It 1s a highly time-consuming task to consider the influence of 
the entire set of the listed factors on the productivity of the welding process and the quality of fillet welds without using 
modern research methods. 

For a significant reduction in the volume of experimental studies of fillet welding, physicomathematical 
modeling of stresses and features of shaping and penetration is used [7—9]. Let us consider the sequence of computer 
simulation of the features of the formation of fillet welds — from creating a model to its visualization. The principle 
difference between the submerged-arc welding method and gas shielded arc welding is that the arc burns in a vapor-gas 
cavity arising from the melting and evaporation of the flux. The second important feature is that physical phenomena 
determining the formation of the weld pool and seam occur in different environments [9]. This should be taken into 
account in the physicomathematical model of the seam formation under the submerged-arc welding. 

Modeling space coordinates. When modeling, the space in which fillet welding is performed, and the 
geometric dimensions of high-quality welds are specified. In Fig. la, an area of space covering the welded edges and 
zones of arc burning, melting of the flux and metal is highlighted; and in Fig. 1b, geometric dimensions of fillet welds, 
which can be used to assess the quality of their formation in accordance with the recommendations, are shown [5]. 
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Fig. 1. Structure of the simulation space for the welding process (a), and the geometric dimensions of fillet welds (6), which 
determine the quality of their formation 
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The simulation space includes the following zones: M — parent metal, E — electrode, D — welding arc, F — 
free flow flux, V — flux vapor, G — molten flux, R — solidified flux, Z — liquid metal, K — solid-liquid metal, S — 
weld metal, W — air. Internal interzone surfaces are designated as intersections of sets of points belonging to the 
corresponding zones. 

For example, the surface of the weld pool Z, (x, y) is designated LA(DUVUG). It separates the weld pool L 
from the welding arc D, the vaporous V and liquid G flux. The sizes of the V, G, L, K zones and the location of the 
interfaces between them are unknown. They need to be defined under the simulation. These indicators depend on the 
results of solving the system of equations describing physical phenomena of the submerged-arc welding. It is more 
convenient to solve such a problem in a fixed Cartesian coordinate system, in which the metal of the welded joint is 
stationary, and the electrode and arc move at the welding speed v,, in the direction of the x coordinate. Accordingly, the 
coordinates of the electrode axis x, and y, are determined: 

Ay lt)=AHigr jC a 1), (1) 
where f is time since excitation. 

When welding, the surfaces of fillets and interface zone are oriented mainly in the plane connecting the fillet 
weld legs. It 1s convenient to describe such surfaces as a deviation from this plane. Therefore, the z coordinate is 
directed along the bisector a of the angle between the sheets (or the groove angle). 

Heat transfer is a common process for all designated areas. The simulation considers the thermodynamic state 
of media with different thermophysical properties, in which several internal local distributed heat sources operate. The 
rate of change and distribution of enthalpy should be described from the equation [10]: 

ae = ag (55) + ay (A55) + ae (Ag) $I9Y 4 0. Q) 
Here, H = H (x, y, z, t) is volumetric enthalpy, J/cm’; 4 = A(T) is heat conductivity factor dependent on temperature and 
material of the medium, W/(cm-:°C); g is volumetric heat source. The temperature T (x, y, z, f) is related to the enthalpy 
HT (x, y, z, t) by the nonlinear function 7(H), which takes into account the dependence of the heat capacity on the 
temperature and heat of phase and aggregate transformations. At the initial moment of time, the weld pool is absent, the 
flux is in a free flow state, the temperature at all points in space is the same and equal to the ambient temperature. 
Taking this into account, the heat exchange between the simulation zone and the external space can be described by the 
boundary conditions: 


0*T 
azz 8 X= EX, (3) 
0*T 
ay2 Y= E Ym: (4) 
0*T 
a2 9 Z= + 2m: (5) 


Heat sources. The main heat sources are the electric arc g,,, acting in zone D, and the heat released under the 
electrode stickout [11, 12]. Heat release in the liquid flux is close to non-existent, since it has no direct contact with the 
electrode whose temperature is lower than the melting point of the flux, and the electrical resistance of the powder flux 
is very high. Taking these circumstances into account, the heating rate of the metal in the electrode stickout (in zone E) 
can be described by the relation: 

aT¢ _ Pes* Zm~Z (6) 
dz Cpr UF 
where 7; is temperature of the stickout; p. = p.(77) 1s electrical resistivity; 7= =a] is current density / in the electrode of 


diameter d;; cp, is volumetric heat capacity of the electrode material; vy is the wire feed speed. 

Heat release in the anodic region of the arc on the surface ED is described as the heat flux: 
dz =U, (7) 
where U, is voltage drop in the anode region of the arc. 

Heat release in the plasma arc flame is considered as the distribution of the arc column radiation over the 


surface of the arc cavern LX(DUYN): 
0°T 


aye OY = EY nr (8) 
The heat flux created by heat release in the cathode region of the arc on the surface LTD is: 

de = Ti oy 20 

mn = ame %P (Fe) ©) 


where U;, is cathode arc voltage, R is effective radius of the arc, 79 1s the distance between the surface point LAD and 
the point of intersection of the arc axis and this surface. 
Heat transfer by drops of electrode metal is considered by the heat flux through the surface LTD [13]: 


OE, Ties (=), (10) 


dn R2 R2 
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where 7; is droplet temperature taken equal to the half-sum of the melting and boiling temperatures of the electrode 
material. 

Heat transfer by flux vapor is described as heat flux through the surface of the weld pool LAV and flux GOV: 
oor 
az 


condensation of steam: 


= 0,zZ = +2,,. The heat transfer coefficient 1s determined from the balance of the capacities of evaporation and 


J, @ dS; pvap = var, (11) 
where S, is the area of specified surfaces LAVUGOV. 
Equilibrium equation of the weld pool surface. The location of the weld pool surface Z(x, y), delimiting the zones 
LOA(DUVUG), is determined by solving the pressure equilibrium equation on it: 
— capillary p,, 
— gravitational p,, 
— stream of electrode metal drops p,, 
— hydrodynamic pressure of the weld pool metal flow p,, 
— electrodynamic pressure of the arc p,, 
— internal pressure of liquid metal p,,. 
“t= pel (12) 
Capillary pressure is determined by the curvature of the surface Z (x,y), and for small deflections, it is 
calculated: 
2 2 
po = -0 (55 +), (13) 
where o is the surface tension constant. 
Gravitational pressure is determined by the weight of a column of substance above a point on the surface of 
the weld pool: 

Pg a g(p(Z _ Zmax) +PnZn)> (14) 
where g is acceleration of gravity; p, p, are densities of metal and slag; z,,,, 1s maximum height of the weld pool 
surface; Z;, is thickness of the liquid slag layer. 

Electrodynamic pressure of the welding arc is determined by the arc current: 
Pa = sage? [ae " 
where k, is the electrodynamic coefficient, R, is force radius of the arc. 
Flow pressure of electrode metal droplets is determined by the flow rate and mass: 
2 
Dr =p+exp aa (16) 
Hydrodynamic pressure of the weld pool metal flow is determined by the rate of change in the weld pool 
section area S7: 





dS; 
Py = —pvs — (17) 


This component increases the pressure in front of the arc and decreases it behind the arc. 

Internal pressure in the melt p,, 1s determined from the equality of the deposited metal area to the amount of 

consumed electrode metal: 
Seen ever aes v 
Ssum(—Xm) — Su(+Xm)Pm = VarT rp, (18) 

where Scsyy(—X,,) 18 the cross-sectional area of the metal at the end of the simulation area at x = —x,,; Sy(x) is the 
initial groove cross-sectional area atx =X. 

Current and location of the welding arc. The welding arc current J is set by the feed rate v, and the diameter d, 
of the electrode: 


2 
[= v,L (cp,(T, — T;)+A15), (19) 
where 7; is temperature of the electrode metal droplets; H;s5 is the volumetric specific heat of fusion. 
The length / of the welding arc is set by the voltage Up of the power source and depends on the electrical 
resistance of the current-carrying elements Ro and the stickout of the electrode R;: 
[= 1/E (Uy) — U,— Ux —-1 (Rot Rp). (20) 
The arc length / is determined by the potential gradient E in the arc column whose value depends on the 
properties of the flux vapor. With curved surface L~D of the cathode spot, the concept of arc length needs to be 
clarified. If we consider the arc column as a set of parallel conductors, then the current density will be the greater, the 
smaller the distance from the electrode tip to the point of the metal surface. The average length / of the set of such 
conductors can be determined by solving the equation: 
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1 -S 1 1 
af = dS ==. (21) 


Here, 7 is the distance from the electrode tip to the considered point of the weld pool surface; S is the cross-sectional 
area of the column determined by the effective radius R of the arc. The radius depends on the current J of the arc [13]: 


R= Jy Re, 
1 


where / is the current density in the arc in flux vapors. 





Electrical resistance of the stickout depends on its length L; and temperature 7; distributed along the length: 
Ry = af So Oe(T;(z) dz). (22) 
Algorithm for the numerical solution to the system of equations of the physicomathematical model. Initially, the 
geometric structure of the weld pool formation zone is unknown. This requires continuous adjustment of the location of 
the interzone surfaces depending on the results of solving the equations of thermal conductivity and equilibrium of the 
weld pool. The location of the surfaces delimiting the solid, liquid and gaseous state of the flux and metal is specified 
by the position of the corresponding isotherms as a result of solving the heat conduction equation. To correct the 
location of the weld pool surface, the equation of pressure equilibrium on the given surface Z (x, y) is solved. In this 
case, it is required to change the sizes of the zones L, V, G, D. It is assumed that the temperatures of the metal and slag 
in the displacement zone are equal to the surface temperature at the time of the solution, and their enthalpies change in 
accordance with this temperature. During the transformation, errors arise, which are defined as the rate of change in 
enthalpy when changing the volumes v;, vg of zones L and G: 


d d 
A, = “(J Hav, ) uAg — “(J Hav; ). (23) 
These errors are compensated for a change in the enthalpy of the Z and G zones depending on the temperature 
distribution in them: 


a _ TG O-Ty 
all (Gs faye ) =A le a 2)-T dv, 24) 


where 77 is the liquidus temperature. 
As the thermodynamic state approaches the steady state, the transformation error is A; 0. The condition for 
the simulation termination 1s stabilization of the solidus isotherm length: 


“ (maxx ES) 0. (25) 

The model system of equations is solved by the temperature distribution 7(x, y, z, t) and the geometric structure 

of the simulation zone. This provides reproducing the initial stage of the process from the arc starting moment until the 

established dimensions of the weld pool are reached. To solve the equations of thermal conductivity and equilibrium of 

the weld pool surface, the finite-difference method on conjugate meshes was used. On the interphase surfaces, the 

thermal conductivity coefficient was determined as the average harmonic value of the thermal conductivity of adjacent 
phases. 

An algorithm for the numerical simulation of the welding process is schematically presented below. 


Initial data: groove geometry after the previous pass, thermophysical properties of steel and flux, welding parameters 


Determination of the initial geometry of the numerical solution domain 
Calculation of melting parameters of the electrode wire and energy characteristics of the welding arc 
Cycle of unsteady numerical simulation of the thermodynamic state of the weld pool formation region 


Determination of the distribution of heat fluxes over the surfaces of metal and slag 
Solving the heat equation 


Solution to the variational problem on the location of welding arc in the groove 
Solution to the equilibrium equation of the weld pool surface under the action of capillary, 
gravitational, electrodynamic, hydrodynamic and internal pressures 


Calculation of the weld pool internal pressure by the condition of the balance of seam masses and 
electrode feed 


to equal masses of surfacing and electrode feed 


Correction of the location of the interphase boundaries of “vapor - slag — free flow flux - solid slag’, “solid - 
liquid metal” according to the solutions to the equation of thermal conductivity and equilibrium of the surface 
of the weld pool 
until the length of the solidus temperature isotherm stabilizes 
Formation of a protocol of simulation results on temperature distribution, geometry of the weld pool formation area, 
energy characteristics of the welding process 


Fig. 2. Algorithm for numerical simulation of the weld formation under the submerged-arc welding 
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Research Results. For a virtual study, we took information on the thermophysical properties of steels from 
[13]. In addition, we used the data of the Transstroiinvest corporate group on the specific steel grades and 
technological materials used, the modes of submerged-arc fillet welding of bridge metal structures’. 


Virtual reproduction of the welding process in IF position. To test the developed model, we performed 
computer simulation of the T-joint welding of ISKHSND Tlsteel sheets 12 mm thick. The welding mode was chosen 
according to the recommendations [14]: SVO8GA wire with a diameter of 5 mm, arc voltage — 34 V, welding speed — 
18 m/h (5 mm/s), electrode stickout — 25 mm. The electrode feed rate, calculated in the model, is 10 mm/s. This 
corresponds to the data of [14], which recommends these values in the range of 55—61 m/h. 

Fig. 3 shows the results of welding simulation when the sheets are tilted 45° (1F position). 
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Fig. 3. Temperature distribution under submerged-arc fillet welding simulation when the sheets are tilted at 45° (1F position): 
(a) longitudinal section of the weld pool in the plane of joint symmetry; 
(b) submerged metal surface); (c) surface of the sheets to be welded; 
(d) calculated cross-sectional profile of the seam 
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As a result, the following values were obtained: arc length — 6.8 mm; effective drop of anode voltage — 
5.9 V, that of cathode voltage — 8.5 V; potential gradient in the arc column — 4.4 V/mm; arc column diameter — 18 
mm. The total power of the process is 23 kW, of which 12.9 kW is radiation. The arc emits 4.3 kW at the electrode; 5.8 
kW — at the joint surface. Heat dissipation power at the electrode stickout is 0.2 kW; the temperature of its heating by 
the arc current is 152°C. The area of the arc cavern plan is 135 mm’; cavern volume is 519 mm”. The crater depth under 
the arc is 16 mm. The length of the weld pool on the surface along the liquidus is 38 mm, along the solidus — 52 mm. 
The welding pool weight is 150 g. Seam width is 15 mm; the leg 1s 10.7 mm; the joint penetration depth is 6 mm; the 
cross-sectional area is158 mm”. The weld is formed with a meniscus up to 1.3 mm. 

Virtual simulation of the corner welding process. When welding large structures, it is impossible to use 
rotators. In this case, corner welding is performed. The simulation result of the formation of a weld at this position and 
under the same conditions is shown in Fig. 4. 













Fig. 4. The computer simulation result of the fillet weld formation under corner welding with welding of a vertical wall to a 
horizontal base: (a) longitudinal section of the weld pool in the symmetry plane of the joint; 
(5) submerged metal surface; (c) surface of weld sheets; 
(d) design weld cross-sectional profile 
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A noticeable melt flow from the butt wall to the flange under the corner welding is due to large mass of the weld 
pool. The deviation of the seam surface from the plane connecting the walls is + 1.5 mm. The melt flows from the vertical 
wall to the horizontal base, so the weld is asymmetric, and the melt in the upper part of the weld is reduced by 2 mm. 
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welding) a high-quality seam is formed. For this purpose, we simulated fillet welding of 8 mm thick sheets with a 2 mm 
diameter wire at an arc current of 350 A. The welding speed and arc voltage were varied. The results are shown in Fig. 5. 


cast metal 
hardening zone 
tempering zone 








a) 
Vw=10 mm/s Vw=5 mm/s Vw=7 mm/s Vw=7 mm/s 
U=29V U=35V U=35V U=29V 

b) 


Fig. 5. Result of computer simulation of seam formation: 
(a) 1F position, (6) corner 


If the recommended IF position welding speed is observed (Fig. 5a), a seam with equal legs of 6 mm is 
formed. This is less than required, but without collaring and meniscus. Under the corner welding in the same mode 
(Fig. 55), a seam with meniscus is formed. To increase the leg, simulations were performed at a lower welding speed 
and a higher arc voltage value. At a speed of 5 mm/s and a voltage of 35 V, the cross-sectional area of the cast zone and 
its dimensions increase dramatically, but a seam is formed with an undercut and collar. Increasing the welding speed up 
to 7 mm/s reduces collaring. If the tension is reduced, an acceptable seam is formed with the legs of about 7 mm. 

These results show that the recommended submerged arc welding modes are the most productive for 
obtaining legs of a given size. To obtain larger legs under single-arc welding, additional passes are required. However, 
in this case, the overall welding performance is significantly reduced. 

Discussion and Conclusions. Labor intensity of manufacturing elements of bridge structures is largely 
determined by labor intensity of welding. A rational way to increase productivity is to use automatic submerged-arc 
welding. To optimize the technology using computer analysis methods, a physicomathematical model of forming fillet 
welds under submerged-arc welding has been developed. The model is based on a system of equations for heat 
conductivity and equilibrium of the weld pool surface. In this system, the formation of an arc cavern is determined by 
the boiling isotherm of the flux under the action of radiation from the arc column. Heat transfer by flux vapors inside 
the arc cavity and the influence of the spatial position on the formation of the weld pool are taken into account. The 
equations of the model of submerged-arc welding of fillet joint with metal thickness typical for bridge structures are 
solved numerically. The solution shows that when performing 1F position welding, the joint is formed in one pass. 
According to the simulation data, when welding a fillet weld “into a corner”, unsatisfactory formation is possible due to 
the flow of liquid metal from the vertical wall. In this case, additional backing passes are required to obtain a high- 
quality seam. 

The studies have shown that the traditional technology of single-arc submerged-arc fillet welding with the 
formation of oversized legs has already reached its maximum productivity. To further increase it, it 1s required to use 
more complex advanced techniques. Such unconventional technologies include: 

— multi-arc and multi-electrode welding methods [14, 15], 
— introduction of non-conducting filler wire (cold wire feed welding) [16], granular metal additive (grit) or metal 


powder into the weld pool [17]. 
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